Work Order ID 80206 — " an 
March 27, 2012 10:46:50 AM 80206 


. Pagel 


D2761-108 Accept *NOOOQOAO0 1 O0* Setup 


Item ID: Start * * 
Revision ID: N S 1 
Item Name: Extrusion (HPK) Stop * N S 9 * 
Start Date: 2/14/12 Start Qty: 1,170.00 *447(0* Cust Item ID: 
Required Date: 3/02/12 Req'd Qty: 1,170.00 *4 4 70* Customer: 
Reference: 

frs . = - = Run Start % * 
Approvals: Process Plan: E Date: RWAF, Oo aJ 4 Tooling: |, Date: |. N R 1 

Stop 

Qc: _ EM : Date: — SPC (Y/N): |. pate:  J—  —  — *N R9* 
Sequence !D/ Da | ~ Operation Doe a E ^ Set Up — | . TooliD  Tool# Plan Accept Reject Reject Insp. 
Wort Center IP De: -iption Rua Hours Code Qty Qty Number Stamp 


| Draw Nbr Revision Nbr 1 
2761 Rev Al 


100 


*100* 


Purchasing 


Purchasing 


110 


*110* 


Packaging 
Packaging 


120 


*120* 
QC 


Quality Control 


0.00 
PURCHASING 
Memo í 0.00 
Issue P/O: | va à A l a) Extrude as per Dwg D2761b) Material: 
6061-T6 (QQ-A-200/8)c) No tooling ID markd) Extrusion is symmetric 


about center linee) Caradon Indalex Diet MS-19021f) Order at 108" 
longg) Material certification required 


Receive & Inspect for Damage & Mat'1 Certs 0.00 


Memo 0.00 


Ensure material certification is attached 


QC6- Inspect dimensions to drawing 0.00 


Sd 0.00 Selas 


Ensure certification comply to Dwg D2761 Check hardness with Webster 
instrument 


— CK lool! of 


SEO 


Work Order ID 80206 
March 27, 2012 10:46:50 AM 


. *RNDNA* 


Page 2 


Item ID: D2761-108 Accept *N OQ000A0 1 00* Setup Start *N c 4 * 
Revision ID: 2 ^ 
Item Name: Extrusion (HPK) Stop * N S 2 * 
Start Date: — 2/14/12 Start Qty: 1,170.00 *1170* Cust Item ID: 
Required Date: 3/02/12 Req'd Qty: 1,170.00 *4 4 70* Customer: 
Reference: 
* | Run Start % * 
Approvals: Process Plan: Date Tooling: . Date: N R 1 
Sto 

QC: Date SPC (Y/N): Date: 00 Pox NR2* 
Sequence ID/ Operation 7 Set Up/ ù Tool ID Tool# Plan Accept Reject Reject Insp. +. 
Work Center 15 Description Run Hours Code Qty Qty Number Stamp 
130 Identify as per dwg & Stock Location: (VAT 6L. 0.00 
#4 2N* PL o lao 4*0 m 
Packaging Memo 0.00 VM L == 
Packaging 
140 QC21- Final Inspection - Work Order Release 0.00 
*1A40* 
QC Memo 0.00 


Quality Control 


Picklist Print 
March 27, 2012 10:46:50 AM 
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Work Order ID: 80206 
D2761-108 
Extrusion (HPK) 


Parent Item: 


Parent Item Name: 


Start Date: 2/14/12 [ 
Start Qty: 1,170.00 


Required Date: 3/02/12 
Required Qty: 1,170.00 


Comments: B01.05.03Re formatEC 

Component Item ID/ Replacement Mfg/ Bin Primary Last Route Unit of | Qty on Qty per Kit Total Qty Date Status 
Item Name Item ID Purch Item Location Location SeqID Measure Hand Qty Issued Issued 
D2761-108P Purchased No 100 f 0.0000 1 1170 1 í 

Extrusion e Z Za. "am 


ELA 


sod 


DRAWN BY 


DART AEROSPACE LTD | 
HAWKESBURY, ONTARIO, CANADA 
RO DRAWING NO. REV... À 
O D2761 ' SHEET 1 OF 1 


DATE a TITLE SCALE 
98.03.16 EXTRUSION [E 
A 


ES 98.03.16 | NEW ISSUE 


T AN A 
T4 


# 


3.000+0.010 
5 0.190+0.010 


| T 


go -1.600+0.030 RO.250+0.030 


LL (TYP) 
~— RO.040+0.010 
t 
0.25050.010 = | L (TYP) 


| 
t 0 S a/ooliy 
Lo (0 : 90206 


!. MATERIAL: 6061-T6 (QQ—A-200/8). 
2. NO TOOLING ID MARK. 


3, EXTRUSION IS SYMMETRIC ABOUT CL. 


4. MANUFACTURED Uswée CARADON INDAEX bip T MS-I4021 


© PROT TEES DAW XXX WHERE XXX S Cat LENGTH tN INDIES 
EC. DATI lox is deg" pane 


Copyright 1998 by DART AEROSPACE LTD 


$7 Dart Aerospace Ltd. 

1270 Aberdeen Street 
Hawkesbury, ON K6A 1K7 
Tel: 613 632 9577 

Fax: 613 632 1053 


PURCHASE ORDER . 


Purchase Order ID PO16344 


Purchase Order Date 3/05/12 
PO Print Date 3/06/12 A 


Page Number | of | 


i 
Order From: VC-BON001 
SIGNATURE ALUMINUM 
1850 CLEMENTS ROAD 
PICKERING. ON LIW 3R8 


CA 
Contact Name _-- Buyer Chantal Lavoie 
Vendor Phone 800 563 1079 Requisition Nbr 
Vendor Fax 800 565 8339 Tax Resale Nbr 10127-2607 
Vendor Account Nbr Terms Net 30 
Currency CAD 
FOB Destination-Collect 
Ship To: DART AEROSPACE LTD 1270 ABERDEEN 
HAWKESBURY, ON K6A 1K7 
CANADA 
——————MMM—— —MÀMÀ—— LLL 
Line Nbr Reference Description/ Req Date/ Req Qty/ Ship Method Unit Price Extended 
Revision ID Mfg ID Taxable Unit of Measure Price 


Vendor Part Number 
| D2761-108P Extrusion 4/13/12 1.100.00 — Yours ppd $1.2818 $1.410.00 


m " Yes i 
| / | 2» PÉRI 


Special Inst: EXTRUDE AS PER DWG D2761 REV. A 
B80206 
MATERIAL: 6061-T6 AS PER QQ-A-200/8 
EXTRUSION IS SYMMETRIC ABOUT 
CENTER LINEE 
NO TOOLING ID MARK 
1100 FT IS ABOUT 123 PCS 


J 


E SERVICE TOOLING 4/13/12 1.00 Yours ppd $1.410.0000 $1410.00 
CHARGE DIE 


Yes Each 


PO Total: 


n 
n3 


820.00 


No substitution or deviation without 
consent. 

! Certificate of Conformity or Material 

| Certification required when applicable 


| Change Nbr: — 3 Change Date: 3/06/12 


Ter fonts Test 


SOLO TO VENDU A. 


| Part Number/ 
Numéro de pièce 
client 


D2761-108P - 


MO RETURN MALERIAL 


ÉTEND 
betwee 
mie Por 


D. IT ral 


o Pagadian. eisie LIW 3R 


fis ADR ER 
. 5024 


NT 


DART AEHOSPACE L 


1270 ABERDEEN ST. 


ID. 


HAWKESBURY. ON K6A 1K7 


CANADA 
"ada 4 BEST c. 
Ordered/ Number 
du Quantité Die Length/Longueur Alloy! 
commandee | Nombre Alliage 
i 53° DAAT «408.0000 IN" "7606116 - 
pene 


a 


& VAL BE AGCUCUIPTED EOR CREDI YEH HOUT PERMISSION 


SW 


at d n Hine c 


sin effert 
ti 


ved pec t 
B mutat! 


ich nr unih: 


Dd Color. 
ds rar ance bete 


HO HUTURIS MATERIALU 


yd 
Tie above ques 


^"d64893-001-001 OFT MILL 6061 T6 


HP | 


5 UE 


(SHIPPED TOEXPEDIE Av 


Signature Aluminum 


Order Number/ 
Numéro de 
commande 


Part i: DAA-7-1 
PC Ordered: 123 


Acknowledgement/Accusé de réception 


Description 


10 d6 Nun 


Acknowledgement/Accusé de réception 


4602: | 


DART AEROSPACE LTD. ! 
1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 
CANADA 


Ship Date/La date 
d'expédition 
estimée 


seront acceptes pour CREDIT SANS AUTORISATION Visit us at www.signaturealuminumcanada.com 


muy Buctate between th [f Quote and 


vate be de y 
increase ii Hert as OL theo propuse 


Estimated — 


“Total Price | 
Per Uom/ j 
Prix total par unite : 
de mesure | 
"E 
25.0181 


| End 


EGBIM HO. 373 


FOR APPROVAL ONLY 


MUST BE SIGNED BEFORE RELEASE 


AUTH PA AEN 
aci, ANON IO BEGIN DIE CONSTRUCTION 
dimensions a I3 gkthe Customer's original. By your signature on this print you 
patents, copyright Lp a 2 marte location. as shown aud to accept all legal responsibility for 
aud its affiliates Mais Pink rial design relating to this drawing and to hold the SIGNATURE 
NAS soon as possible Di. rom any claims, suits, actions, or demands arising therefrom. Please 
; i€ construction cannot proceed until signed approval is received. If x n" 
shown, please indicate exposed surfaces. E 


WARRANTY, 


ALUMINUM 


PURCHAS 


tu Puschaser 


APPROVAL DA] 


SIGNATURE ALUMINUM 
N WITH NO LD. MARK. 


.190+.010 


-250+.030R(TYP.2) 


1.6001. 039 


-250+.010 


DESCRIPTION OF REVIST JN 


Stand; i 
ard Nomina] Walt Thickne 1 
" ~ SS Tole 
for Citcumseribing ue S i 
Structural values estimated for reference only, 


8 Circle Sizes 
SS |) | > 1268 Li 
Ix: 0828 x 105,4 n 
[009 [rotos tose oia TER Sx 2708 «07a 165 | 4.665 x 1% yn? 285 à 


tance Chart (+) 
ess than ft inches 


CGv 38.10 me 1.500 ia 


Ime Warrants thal the grodisi(s) supplied by Signature! shall be 
VIVRE DISCLAIM 


Foe any produet th 


represented the 
shall nol he responsible for determining ur ass 


est Ia such products shalt be as sel orth above 
Standard Aluminum Association tolerances apply untess otherwise noted. DIE NUMBER 

mm EUC 
ne E DAA7 | | 


calins, as avreed between Signature ond Marchaser 
HY OPERATION OF LAW, INCLUDING ALE 


I material aud st t conton to oll deseriptians end 
ED BY CONT! AOE BY STATETE GR OLTERWE 


| 


ANY OTHER WARRAD 
ANE ABILETY, FUN ^ 
PLANS. DKANT PECIMICATIONS AN; QUIK MEN IS. 
aure standard produet ling offered for sate generally tn the usual course of Signature's husmess, il ix agreed thal Purchaser has engngcd Signature tom 
Linens Signature shall not be responsible tiv the adequacy of prints drawings, specstivations and requirements respect such pritat er for the ad 
Huot he responsible for the adequacy of the waters meorporated in such product er for testing er alherwise determmmng the seilictcuey and applicoby 
ring thal such product or the use or application of such product cunfomts with applicable federal, state or focal laws, rules or regulon. Signa na 

AW Designs, plans, prints ec drawings of whatever kind prepared by Signature with respect to such products are amd shall rmi Bee cake property of Signature 


ieture sich product 
"uf he design 
esgn Signature 
ly warranty with 


ss uot chalet 


eals and ie 
nature ats 


FINISH MILL 


LOCATION +++ 
COPY NO. --- 


STRUCTURAL STREAKS EXPECTED, 
NOT A CAUSE FOR REJECTION. 


[S pre) 
Fore [ — ] 


SUB BO. NO. 


NO EXPOSED SURFACES 


DO REPLACE 


Q NEW 
Q NITRIDE 
O BACKUP 

D REINSTA'E » 
C REPAIR. CI REVISE 
O UNIT 

Q DIE AND FEEDER 
O DIE ONLY 

Q BACKER ONLY 
O FEEDER 


SCALE 1:1 


UNSPECIFIED 
RADII: 


gnature 


sS 
elürinum 
CANADA INC. 


SCALE: 2:1 FACTOR: 
THM BAR: NO 
P&D CODE: NO P&D AREA: idee in? 


fee 


ACCT# 46024 


SHIP TO / EXPÉDIÉ A 


DART AEROSPACE LTD. l 
1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 
CANADA 


PHONE: 613-632-5200 


| SOLD TO / VENDUE À 


DART AEROSPACE LTD. 
1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 
CANADA 


PHONE: 613-632-5200 


INVOICING AND COMPANY LOCATION 


SIGNATURE ALUMINUM CANADA 
1850 CLEMENTS ROAD 
PICKERING ON L1W3R8 


REFER TO 
THESE N'UMBERS ON 
ALL CORF ONE NE 


TERMS / FREIGHT 


REFEREZ-VOUS A CES 
PP NUMEROUS POUR TOUTE 
CORRESPONDANCE 


SHIPPING MANIFEST 


MANIFEST DATE / DATE DU BODEREAU 
03-25-12 


MANIFEST NUMBER / N' DE BODEREAU 
005072 


SALES ORDER NUMBER / N' DE COM 
104893 


TRAILER NUMBER / 
REMORQUE Nombre 


SALESMAN / 
VENDEUR 


LOCATION 


PIC PUP 042 


CREDIT REP / REP DU CRÉDIT 


SALES REP / REP. DES 
VENTES 


G.ATTENBOROU 


CUSTOMER ID / ID DU ORDER DATE / DE LA 
CLIENT COM 


CUSTOMER-PO NUMBER / CLIENT PO Nombre JOB / FICHIER 
ES 


16344 
LADINS-NUMBEÉ / NO. DE CONNAISSEMENT CARRIER / TRANSPORTEUR 
005072 JODEE 


46024 03/06/12 


ORIGINAL ORDER 
NO. / QUANTITY / UNIT / PREVIOUS 
NUMÉRO | Quantité d'ordre ORIGINAL [UNITE] SHIPPED QUANTITY / 
PRECEDENT 
Quantité livrée 


ALLOY & TEMPER / 


ALLIAGE & TEMPER FINISH DESCRIPTION / DESCRIPTION DE FINITION 


FABRICATION DESCRIPTION /DESCRIPTION DE FABRICATION 


MFG. PART NUMBER / 
MFG. PARTIE NUMERO 
LENGTH / LONGUEUR 
CUSTOMER PART NUMBER / 
NUMERO DE REFERENCE DU CLIENT | CUTTING TOLERANCE / 
Tolérance de coupe 


6061 T6 
108.0000 IN 
Cut(+): 0.1180  Cut(-): 0.0000 


SHIPPING TOLERANCE / EXPEDITION TOLERANCE 


1,258 LB DAA-7-1 


570 KG 


Min:0% Max: 0% 


CUST SERVICE REP / REP. 
SERVICE CLIENTELE 


FIELD SALES REP / REP 
REGIONAL DES VENTES 


G.ATTENBOROU DLB 
QUANTITY 
DUE / 
GROSS LBS/ | NET QUANTITY [UNITÉ | Quantité en 
LIVRES BRUT 1 raison 
QUANTITÉ 
NETTE 


1,292 1,283 LB 


586 582 KG 
130 PC 


Page 1 


Transportation/Traffic damages and/or shortage claims are to be noted on the delivery copy of sellers shipping manifests and signed and dated below 


by customers authorized representatives. 130| PC 
No return materials will be accepted for credit without permission. The articles and/or services covered by this shipping manifest were produced in ee 
accordance with the fair labor standards act of 1938 as amended. Order accepted subject to the terms and conditions stated on the reverse side. TOTALS 


CUSTOMER ACKNOWLEDGEMENT OF GOODS DELIVERED AND CONDITION DATE OF DELIVERY 


1,283) LB 
582} KG 


1 1,292 
586 


DRIVER 


signature CERTIFICATE OF COMPLIANCE 
aluminum 


CANADA. NC Cert Date | 
SIGNATURE ALUMINUM CANADA 03/21/2012 5280579 104893 e 


1850 CLEMENTS RD 
p 
PICKERING, ON L1W 3R8 | AA | 005072 — — 03/25/12 
Siig ee ee NI MEE SV MANU CMM 
46024 46024 


DART AEROSPACE LTD. 
1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 


DART AEROSPACE LTD. 
1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 


CANADA CANADA 
Part No 
Gross Weight 1,292 LBS M 
1,283 LBS 130 PCS 1 PKG 


Specification : —— 07 Die Desc 


Ws Eri 


Mechanical Tests: 


Tensile Yield 
MPA / KSI MPA / KSI! 96 Elongation Conductivity HREW 
328.3 / 47.6 303.5 / 44.0 11.0 0.0 95 


Chemical Analysis: 
SI FE CU MN MG CR ZN TI V 


mr 


0.66 0.28 0.28 0.07 0.91 0.06 0.20 0.02 0.00 


Seb 


This will certify that the material described herein has been inspected and 
tested in accordance with Signature Aluminum Canada's standard 
sampling and testing procedures or in accordance with the requirements 
of any specification forming a part of the material description to the extent 
indicated herein. Data of chemical compositionfor the material and test 
results from samples representative of the material are set forth above 
hereof or in any attachments hereto. This information shows that the 
material meets the applicable requirements. Inspection and test records 
are maintained c»-“le. This certificate shall be deemed apart of and 
subject to the terms and conditions of warranty set forth on the reverse 
side of our order acknowledgement form. No other warranties are 
applicable. 


S. Mazzotta, Director of Quality Signature Aluminum Canada Inc 


